WHAT IS CLfl ^D IS: 

1. A positive active material for a rechargeable lithium battery 
comprising: 

a core comprising a lithiated compound; and 

at least one surface-treatment layer formed on the core, the surface- 
treatment layer comprising at least two coating element-included oxides. 

2. The positive active material according to claim 1, wherein the 
lithiated compound is at least one compound selected from the group 
consisting of compounds represented by the formulas 1 to 1 1 : 



Li.Mn^M'A (1) 

Li.Mn^M'yO^ (2) 

Li x Mn 2 0 4 .A (3) 

Li x Mn 2 . y M' y A 4 (4) 

LuM^M"^ (5) 

Li.MO^A (6) 

Li x Ni,. y Co y 0 2 .A (7) 

Li x Ni,^Co y M" I Ao (8) 

Li.Ni^COyM-A.aXa (9) 

U^^MnyMAa (10) 

Li x Ni H . z Mn y M'A- Q Xa (11) 
wherein: 



0.95 £x £1.1,0 £y £0.5,0 £z <0.5,0< a £2, 
M is Ni or Co, 

M' is at least one element selected from the group consisting of Al, Ni, 
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Co, Cr, Fe, M r, V, Sc, Y, La, Ce t Pr, Nd, Pm, Sm, El^^I, Tb, Dy, Ho, Er, 

Tm, Yb, Lu, Ac, Th, and Pa, 

M" is at least one element selected from the group consisting of Al, Cr, 

Mn, Fe, Mg, Sr t V, Sc, Y, La, Ce, Pr, Nd, Pm, Sm, Eu, Gd, Tb, Dy, Ho, Er, Tm, 

Yb, Lu, Ac, Th, and Pa, 

A is selected from the group consisting of O, F, S t and P, and 
X is selected from the group consisting of F, S and P. 

3. The positive active material for a rechargeable lithium battery 
according to claim 1, wherein the coating element content of the surface- 
treatment layer ranges from 2 x 10 s to 1 wt% based on the weight of the 
positive active material. 

4. The positive active material for a rechargeable lithium battery 
according to claim 3, wherein the coating element content of the surface- 
treatment layer ranges from 0.001 to 1 wt% based on the weight of the positive 
active material. 

5. The positive active material for a rechargeable lithium battery 
according to claim 1, wherein the surface-treatment layer comprises at least 
two coating elements. 

6. The positive active material for a rechargeable lithium battery 
according to claim 1 , wherein the coating element of the surface-treatment layer 
comprises at least one coating element selected from the group consisting of 
Mg, Al, Co, K, Na, Ca, Si, Ti, Sn, V, Ge, Ga, B, As, and Zr. 

7. A positive active material for a rechargeable lithium battery 
comprising: 
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a core^piprising at least one lithiated compound; 

at jeast two surface-treatment layers formed sequentially on the core, at 
least one of the two surface-treatment layers including at least one coating 
element. 

8. The positive active material according to claim 7, wherein the 
lithiated compound is at least one compound selected from the group 
consisting of compounds represented by the formulas 1 to 1 1 : 



LijMn^M'yAj (1) 

□.Mn^MVO^A (2) 

L^Mn^A (3) 

UMn^M'A. (4) 

U X M W M"A (5) 

U,M0 2 .A (6) 

U x Ni,. y Co y 0 2 A (7) 

LixNi^COyM'Ao (8) 

Li x Ni w . z Co y M" I 0 2 .aXa (9) 

□..Ni^MnyMAa (10) 

Li x Ni 1 ^ l Mn y M , A. a Xa (11) 
wherein: 



0.95 <x £1.1,0 £y ^0.5,0 £z £0.5, 0< a £2, 
M is Ni or Co, 

NT is at least one element selected from the group consisting of Al, Ni, 
Co, Cr, Fe, Mg, Sr, V, Sc, Y, La, Ce, Pr, Nd t Pm, Sm ( Eu, Gd, Tb, Dy, Ho, Er, 
Tm, Yb t Lu, Ac, Th, and Pa, 
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M" is ast one element selected from the grou^^nsisting of Al, Cr, 

Mn, Fe, Mg, Sr, V, Sc, Y, La, Ce, Pr, Nd, Pm, Sm, Eu, Gd, Tb, Dy, Ho, Er, Tm, 

Yb, Lu, Ac, Th, and Pa, 

A is selected from the group consisting of O, F, S, and P t and 
X is selected from the group consisting of F, S, and P. 

9. The positive active material according to claim 7, wherein the 
coating element content of the surface-treatment layer ranges from 2 x 10 s to 1 
wt% based on the weight of the positive active material. 

10. The positive active material according to claim 9, wherein the 
coating element content of the surface-treatment layer ranges from 0.001 to 1 
wt% based on the weight of the positive active material. 

1 1 . The positive active material according to claim 7, wherein the 
coating element of the surface-treatment layer is at least one element selected 
from the group consisting of Mg, Al, Co, K, Na, Ca, Si, Ti, Sn, V ? Ge, Ga, B, As, 
and Zr. 

12. The positive active material according to claim 7, wherein the 
surface-treatment layer comprises at least two coating elements. 

13. A method of preparing a positive active material for a 
rechargeable lithium battery comprising: 

coating a lithiated compound with an organic solution or an aqueous 
solution including at least one coating-element source to produce a coated 
compound; and 

heat-treating the coated compound, 

wherein the coating and heat-treating steps are performed at least once. 
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14. e method according to claim 13, ^l^p-ein the Irthiated 
compound is at least one compound selected from the group consisting of 
compounds represented by the formulas 1 to 1 1 : 



LLMn^M'^Aa 


(1) 




(2) 


Li,Mn 2 04.A 


(3) 


Li„Mn 2 . y M , y A 4 


(4) 




(5) 


LixMO s .A 


(6) 


U x Ni,. y Co y 0 2 .A 


(7) 


U x Ni 1 . y . l Co y M" z A Q 


(8) 


U x Ni 1 . y . l Co y M%0 2 . Q X Q 


(9) 


LixNiLy.jMriyM'^Q 


(10) 


Li x Ni,^. l Mn y M' z 0 2 . a X a 


(11) 



wherein: 

0.95 <x £1.1,0 £y ^0.5,0 <z £0.5, 0< a £2, 
M is Ni or Co, 

M* is at least one element selected from the group consisting of Al, Ni t 
Co, Cr, Fe, Mg, Sr, V, Sc, Y, La, Ce, Pr, Nd, Pm, Sm, Eu, Gd, Tb, Dy, Ho, Er, 
Tm, Yb, Lu, Ac, Th, and Pa, 

M" is at least one element selected from the group consisting of Al, Cr, 
Mn, Fe, Mg, Sr, V, Sc, Y, La, Ce, Pr, Nd, Pm, Sm, Eu, Gd, Tb, Dy, Ho, Er, Tm, 
Yb, Lu, Ac, Th, and Pa, 

A is selected from the group consisting of O, F, S, and P, and 
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X is s ed from the group consisting of F, S, ai 




15. The method according to claim 13, wherein the content of the 
coating element source ranges from 0.1 to 50 wt%. 

16. The method according to claim 15, wherein the content of the 
5 coating element source ranges from 1 to 20 wt%. 

1 7. The method according to claim 1 3, wherein the organic solution 
or the aqueous solution comprises at least one coating element selected from 
the group consisting of Mg, AI, Co, K f Na, Ca, Si, Ti, Sn, V, Ge, Ga, B, As, and 
Zr. 

10 1 8. The method according to claim 13, wherein the organic solution 

or the aqueous solution comprises at least two coating elements. 

19. The method according to claim 13, wherein the heat-treatment 
step is performed at a temperature ranging from 200 to 800 1C for 1 to 20 hours. 

20. The method according to claim 13, wherein the heat-treatment 
15 step is performed under flowing dry air. 

21. The method according to claim 13, wherein the coating and 
heating steps comprise: 

coating the lithiated compound with the organic solution or the 
aqueous solution including a coating-element source; 
20 heat-treating the coated lithiated compound to form a surface- 

treatment layer on the lithiated compound; 

further coating the heat-treated lithiated compound with the 
organic solution or the aqueous solution including a coating-element source; 
and 
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rther heat-treating the resulting compoi^^to form a surface- 
treatment layer on the first heat-treated lithiated compound. 

22. The method according to claim 13, wherein the coating and the 
heat-treatment steps are performed three or more times. 

23. A positive active material for a rechargeable lithium battery 
comprising: 

a core comprising a lithium-cobalt chalcogenide compound; and 
at least two surface-treatment layers sequentially formed on the core, 
wherein one of the two the surface-treatment layers comprises Al 2 0 3 . 

24. The positive active material of claim 23, wherein the content of 
Al of the surface-treatment layer ranges from 2 X 10 s to 2 percent by weight 
based on the weight of the positive active material. 

25. The positive active material of claim 24, wherein the content of 
Al of the surface-treatment layer ranges from 0.001 to 2 percent by weight 
based on the weight of the positive active material. 

26. A positive active material for a rechargeable lithium comprising: 
a core comprising a lithium-manganese or lithium-cobalt chalcogenide 

compound; and 

at least two surface-treatment layers sequentially formed on the core, 
wherein one of the two the surface-treatment layers comprises B. 

27. The positive active material of claim 26, wherein the content of 
B of the surface-treatment layer ranges from 2 x 10 s to 2 wt% based on the 
weight of the positive active material. 

28. The positive active material of claim 27, wherein the content of 
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B of the surf^^trcatrnent layer ranges from 0.001 to 
weight of the positive active material. 



380250-1 



35 



